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BASIC -ABSTRACT: 



Synthetic leather comprises by plying a cloth or non-woven fabric 
obtd. by 

dyeing or printing a fine fibre of 0.005-1.0 denier, at more than 30 
wt.% of 

the fibre with a coating layer or laminating layer consisting of a 
coloured 

resin and rubber and uniform membrane in which the membrane having 
refractive 
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index 1.35-1.45 and thickness of 0.02-0.2 microns is present as the 
membrane . 

A cloth of non -woven fabric is formed using a fibre of 0.005-1.0 
denier is 

single fibre or a ground cloth is subjected to make micro fibre to 
form a very- 
fine fibre with 0.005-1.0 wt.% of more than 30% of the base cloth and 
formed 

cloth is dyed and printed to mfr. synthetic leather. The fine 
membrane is 

obtd. by plasma polymerisation of silicon or fluorine series cpd. 

USE/ADVANTAGE - The synthetic leather has clear coloured shade and 
good 

resistance to transfer sublimation. 
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